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® A high-pressure discharge lamp of the Invention 
comprises a ceramic discharge vessel (10) in which 
a first and a second electrode (40a. 40b) are ar- 
ranged and which encloses a discharge space (11) 
which is provided with a filling containing a metal 
halide. The discharge vessel (10) has a centra) zone 
(20) between the electrodes (40a, 40b) and a first 
and a second cylindrical end zone (30a. 30b) which 
each surround a current supply conductor (50a, 50b) 
is connected to a respective electrode (40a, 40b). At 
least the first end zone (30a) has a diameter smaller 
than the smallest diameter of the central zone (20). 
The current supply conductor (50a) through the first 
end z ne (30a) has a halide resistant portion (51a) 



which faces the discharge space (11) and a portion 
(52a) permeable to hydrogen and oxygen and facing 
away from the discharge space (11). The halide 
resistant portion (51a) extends through the first end 
zone (30a) over a distance that is at least the Inner 
diameter D of the first end zone (30a) augmented by 
2 mm. Furthermore, the current supply conductor 
(50b) through the second end zone (30b) has a 
halide resistant portion (51b) which faces the dis- 
charge space (11). The construction allows for a 
sufficient reduction of the amount of hydrogen and 
oxygen in the discharge vessel (10), while corrosive 
attack of the current supply conductors (50a, 50b) by 
halides is prevented. 
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The Invention relat s to a high-pressure dis- 
charge lanap comprising a ceramic discharge ves- 
sel which ncloses a discharg space which Is 
provided with a ionizable filling comprising metal 
halide and in which a first and a second electrode 5 
are arranged, which discharge vessel comprises, 
on either side of a central zone extending between 
the electrodes, a first and a second end zone 
which are connected to the central zone, which 
each surround with little clearance a current supply io 
conductor connected to a respective electrode, and 
in which a seal of ceramic sealing compound is 
provided through which said cunrent supply con- 
ductor issues to the exterior, in which lamp at least 
the first end zone has an external diameter smaller is 
than the smallest external diameter of the central 
zone and the current supply conductor through the 
first end zone has a halide-resistant portion facing 
the discharge space and a portion which Is per- 
meable to hydrogen and oxygen remote from the 20 
discharge space. 

Such a lamp Is known from US 4.409.517. The 
term "ceramic discharge vessel" in the present 
description and claims is understood to mean a 
discharge vessel of a refractory material such as 25 
monocrystalline metal oxide, for example sapphire, 
polycrystalline metal oxide, for example translucent 
gastight aluminium oxide (DGA), yttrium-aluminium 
gamet (YAG) or yttrium oxide (YOX), or polycrystal- 
line non-oxidic material such as aluminium nitride 30 
(AIN). The term "halide resistant" means that no or 
substantially no corrosive attack by halides and 
free halogens takes place under the conditions 
prevailing in the discharge space during lamp op- 
eration. The tenT> "little clearance" means that the 35 
space remaining between the end zone and the 
current supply conductor issuing through It is at 
least 5 tim and at most one fourth of the internal 
diameter of the end zone, but not more than ap- 
proximately 200 urn. So the diameter of the current 40 
supply conductor therein is at least equal to half 
the internal diameter of the end zone. In the known 
lamp, a metal bush forming a current supply con- 
ductor Is passed through each of the end zones of 
the discharge vessel. The space remaining be- 45 
tween the bush and the end zone is entirely filled 
with a ceramic sealing compound. Niobium or tan- 
talum is used as the material for the cun^ent supply 
conductor because these metals have coefficients 
of expansion, averaged over the temperature range so 
which the end zone experiences after the lamp has 
been switched on from an idle state, which cor- 
respond substantially to those of th ceramic ma- 
terials from which the discharge vessel is manufac- 
tured. A disadvantage of the said metals, however. ss 
is that th y ar n t halid r sistant Accordingly, 
th curr nt supply conduct r issuing into the dis- 
charge V ssel through the first end z ne in the 



known lamp is provided with a cover of halide- 
resistant material such as molybdenum or tungsten 
at a portion situat d inside th discharge space. 

It has been found to be difficult as a rule to 
avoid that hydrogen enters the discharge vessel 
during the manufacture of high-pressure discharge 
lamps comprising metal halide. or that hydrogen is 
evolved in a later stage through dissociation of 
water present in the discharge vessel, for example, 
absorbed in the metal halide salts. Small quantities 
of hydrogen can already cause a strong rise in the 
ignition voltage and re-ignition voltage of the lamp. 
It is also possible for parasitic reactions with oxy- 
gen to occur, which can lead to a black discoloura- 
tion of the discharge vessel and also to a rise in 
the (re-)ignition voltage. A ratio of re-ignitlon volt- 
age to lamp voltage greater than 2 involves the risk 
of the lamp extinguishing during operation on a 
conventional lamp supply. To counteract these dis- 
advantages, the cunrent supply conductor through 
the second end zone is entirely made of niobium 
or tantalum in the knovm lamp. This is because 
these metals are highly permeable to hydrogen 
and oxygen. These gases can leave the discharge 
vessel through this current supply conductor. 

To prevent attacks on the cunrent supply con- 
ductor issuing from the second end zone in a lamp 
of this construction, it is necessary to operate the 
lamp in vertical or substantially vertical position so 
that a separation takes place In the discharge ves- 
sel whereby the halides and free halogens are 
present mainly in the end zone situated in the 
upper part. A disadvantage is also that the use of 
the construction of the known lamp is usually only 
possible for lamps having a sufficiently long and 
narrow discharge vessel. Lamps having a compara- 
tively short and wide discharge vessel are usually; 
so operated that the fill ingredients have a com- 
paratively high vapour pressure to render possible 
the realisation of a sufficiently high lamp voltage in 
spilt of the small discharge vessel length. Under 
these circumstances there is a risk that, given a 
vertical position of the discharge vessel, a too 
strong convection flow will take place for achieving 
a separation and thus for preventing attacks on the 
cunrent supply conductor which issues through the 
second end zone. 

It is an object of the invention to provide a 
high-pressure discharge lamp of the kind described 
in the opening paragraph which has a construction 
in v^ich the occurrence of a convection flow is 
unnecessary for preventing corrosive attacks on 
current supply conductors, while rendering it never- 
theless possible to limit the presence of hydrogen 
and oxygen in the discharge vessel to a suffid nt 
degree. 

According to th invention, the lamp is for this 
purpose charact rized in that the halide-resistant 
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portion of th curr nt supply conductor xtends 
inside the first end zone ov r a distance L1 which 
is at least the internal diameter D of the first end 
zone augmented by 2 mm, and in that the current 
supply conductor through the second end zone 
also has a halide-resistant portion which faces to- 
wards the discharge space. The inventors have 
found that exposure of the permeable portion to 
halogens and free halides under these circum- 
stances does not lead to attacks thereon. In the 
case of a smaller distance, exposure of the per- 
meable portion to halogens and free halides did 
lead to attacks, so It was found, and an unaccep- 
tably short lamp life was the result. For reasons of 
favourable manufacturing technology, the distance 
L1 is preferably not greater than approximately 30 
mm. Since the halide-resistant portion of the cur- 
r nt supply conductor of the lamp according to the 
invention runs through the end zone over at least 
the distance LI defined above and thereby trans- 
fers radiation heat to the surroundings, the per- 
meable portion has a comparatively low tempera- 
ture compared with the temperatures prevailing in- 
side the discharge space. It is also assumed that 
the little clearance between the end zone and the 
halide-resistant portion running through it leads to a 
strong heat exchange between the gases originat- 
ing from the discharge space and the halide-resis- 
tant portion, so that also the gases originating from 
the discharge space already have a comparatively 
low temperature as a result before reaching the 
permeable portion. This renders it possible to re- 
move hydrogen and oxygen through the space 
between the halide-resistant portion and the end 
zone and through the permeable portion from the 
discharge vessel during operation of the lamp, 
without this leading to a loss of filling components 
owing to undesirable reactions of these compo- 
nents with the permeable portion. 

It is noted that US 4.780.646 discloses a high- 
pressure discharge lamp whose discharge vessel is 
provided with a filling comprising metal halides. 
The current supply conductor at an end zone of the 
discharge vessel has a halide-resistant portion. The 
nd zone, which has the same diameter as the 
central zone of the discharge vessel, has a com- 
plicated construction involving a niobium current 
conductor which Is connected to a pin of an elec- 
trode via a disc which is also made of niobium, two 
ceramic discs, In recesses of which the niobium 
disc is accommodated, and a ceramic sleeve which 
surrounds the pin of the electrode. On the one 
hand, there is suffici nt space between the sleeve 
and the pin for accommodating the difference in 
average coefficient of expansion between the pin 
and the sleev . On the th r hand, the space is so 
small that condensed filling components are pre- 
vented from d positing r m ving therein. A dis- 



advantage of th lamp is, apart fr m th com- 
plicated constructi n of th end zone, that the 
surface area of th niobium disc available for the 
transport of hydrogen and oxygen is only very 
5 small and cannot be made larger without also in- 
creasing the accessibility to condensed filling com- 
ponents. 

It is further noted that a high-pressure dis- 
charge lamp is known from Netherlands Patent 
10 Application 8005026 laid open to public inspection 
in which the discharge vessel has a cylindrical end 
zone on either side of a central zone, the diameter 
of the end zone being comparatively small in rela- 
tion to that of the central zone. A current conductor 
fs of niobium, permeable to hydrogen and oxygen, is 
passed through each of the end zones into the 
discharge space, and is connected to an electrode 
pin of halide-resistant tungsten. The electrode pin, 
which has a diameter smaller than half the intemal 
20 diameter of the end zone, does not extend to 
inside the end zone. The use of metal halides in 
the filling, as proposed in the Application laid open 
to public inspection, would lead to attacks on the 
niobium cunrent conductor in a lamp of this con- 
25 struction after a short period of operation already. 

In the lamp according to the invention, the 
permeable portion of the current supply conductor 
is made, for example, of titanium, zirconium, haf- 
nium, vanadium, niobium, or tantalum, or an altoy 
30 of these elements. The use of niobium and/or tan- 
talum is preferred t>ecause their average coeffi- 
cients of expansion differ only slightly from those 
of the frequently used DGA There is also only a 
slight difference with the average coefficients of 
35 expansion of yttrium oxide and yttrium-aluminium 
gamet. When aluminium nitride is used as the 
ceramic material, zirconium will be a favourable 
choice in this respect. 

At least the surface of the halide-resistant por- 
40 tion of the current supply conductor Is preferably 
manufactured from a material which comprises at 
least one of the metals from the group formed by 
tungsten, molybdenum, platinum, iridium, rhenium 
and rhodium, and/or an electrically conducting slll- 
45 cide, carbide or nitride of at least one of these 
metals, for example, molybdenum disllldde. 

The surface of the halide-resistant portion pref- 
erably has a radiation absorption coefficient In ex- 
cess of 0.2. A comparatively high absorption coeffi- 
50 cient promotes the transfer of radiation heat to the 
surroundings so that the permeable px)rtion has a 
comparatively low temperature, all other circum- 
stances remaining equal. An absorption coefficient 
in excess of 0.2 is realised in a simple manner, for 
55 example, in that tiie surface of the halide-resistant 
portion is rendered rough and/or dull. Alternatively, 
the surface of the halide-resistant portion may be 
pr vided, for xampi , with a lay r of a material 
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having a high absorption coefficient. 

In an embodiment of the lamp according to the 
inv ntion. the p rmeable portion enters th first 
end zone to l:>eyond the seal of ceramic sealing 
compound and adjoins the halide-resistant portion 
at some distance from the seal. In this embodi- 
ment, an end of the permeable portion of the 
cunrent supply conductor facing towards the halide- 
resistant portion is in contact with the discharge 
space via the space between the end zone and the 
halide-resistant portion which passes through this 
zone, so that hydrogen and oxygen can leave the 
discharge space through the said end. 

The second end zone of a lamp according to 
the invention may be comparatively short and may 
be provided with a tungsten or molybdenum rod 
which forms both the current supply conductor and 
the electrode. Altematively, the second end zone 
may have a construction which corresponds to that 
of the first end zone. 

Although water dissociates in the discharge 
during nonnal lamp operation and hydrogen and 
oxygen can leave the discharge vessel through the 
permeable portion of the current supply conductor, 
there is a risk that the presence of hydrogen in- 
creases the ignition voltage to such an extent that it 
takes a considerable time before the tamp ignites 
on a conventional supply device and the process 
descril)ed above is set in motion. Preferably, there- 
fore, hydrogen, oxygen and water are driven from 
the discharge vessel during manufacture already. A 
higher ignition voltage may be used during this, if 
necessary. 

In a preferred embodiment of the lamp accord- 
ing to the invention, the halide-resistant portion of 
the current supply conductor extends to inside the 
seal of ceramic sealing compound. In this embodi- 
ment, the permeable portion of the current supply 
conductor is completely screened off from the fill- 
ing comprising the metal halide in the finished 
lamp. Given the same external dimensions of the 
first end zone, higher temperatures thereof can be 
permitted compared with the construction in which 
an end of the permeable portion Is In contact with 
the discharge space. Although in this construction 
the permeable portion of the current supply con- 
ductor is entirely covered with ceramic sealing 
compound in the first end zone, it is nevertheless 
possible to remove water, hydrogen and oxygen 
from the discharge vessel during lamp manufac- 
ture. For this purpose, for example, an assembly 
comprising an electrode and a cunrent supply con- 
ductor having a perm able portion arul a halide- 
resistant portion is inserted in the first end zone 
and so fixed with ceramic sealing compound that 
an end of th perm able porti n of the current 
supply conductor adjoining th halide-r sistant por- 
tion is still uncov red. Subsequently, the lamp is 



operated for a few minutes, wh reby water vapour 
dissociates in the discharge arc and hydrogen and 
oxygen leave the discharge vessel through the said 
end. When a current supply conduct r with a per- 
5 meable portion of niobium Is used, the lamp may 
be, for example, heated in a furnace as an alter- 
native. The water vapour generated thereby then 
dissociates at the surface of the permeable portion. 
This process also takes place with the metals 
TO titanium, zirconium, hafnium, vanadium, and tan- 
talum. After water, hydrogen and oxygen have 
been removed from the discharge vessel to a suffi- 
cient extent, the ceramic sealing compound is re- 
melted until it extends over the entire permeable 
15 portion. 

It is noted that US 3.363.133 discloses a high- 
pressure discharge lamp with a discharge vessel 
provided with a filling comprising metal halide. The 
discharge vessel has end zones of the same exter- 
20 nal diameter as the central zone, current supply 
conductors being passed through said end zones 
and comprising a niobium conductor and an elec- 
trode pin of halide-resistant material connected to 
this conductor. The halide-resistant electrode pin 
25 extends to inside a seal of ceramic seating com- 
pound. The construction hampers the removal of 
hydrogen and oxygen from the discharge vessel. 
The seal of ceriamic sealing compound prevents 
transport of hydrogen and oxygen to the permeable 
30 portion of the assembly in the finished lamp. Since 
it is practically impossible to provide the seals of 
ceramic sealing compound at the inside of the 
discharge vessel after the discharge vessel has 
been closed, it is also very difficult to remove 
35 hydrogen and oxygen from the discharge vessel 
during the manufacture of this lamp without a con- 
comitant loss of desired filling ingredients. 

In the lamp according to the invention, the 
permeable portion extends preferably within the 
40 first end zone over a distance L2 which is at least 
three times the internal diameter D of the first end 
zone. Without special measures, it can then be 
readily realised that the ceramic sealing compound 
leaves an end of the permeable portion adjoining 
45 the halide-resistant portion exposed, if so desired, 
or covers it entirely, for example, after a second 
melting of the ceramic sealing compound. 

An attractive emt>odiment of the lamp accord- 
ing to the invention is characterized in that the 
50 halide-resistant portion Is a solid rod of halide- 
resistant material. In this embodiment, the cunrent 
supply conductor may be manufactured by tech- 
niques virhich are known for connecting, for exam- 
ple, a niobium current supply conductor to a tung- 
55 ston electrode. The electrode and the hallde-rests- 
tant portion of the current supply conductor may be 
jointly formed, for example, by a tungsten rod. 
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In a favourable modification of this embodi- 
ment, the halide-resistant portion of the cunrent 
supply conductor is surrounded by a sleev which 
comprises platinum, rhodium, and/or iridium. The 
current supply conductor with the sleeve can be 
enclosed in the first end zone with close fit also 
when the halide-resistant portion extends to Inside 
the seal of ceramic sealing compound and/or when 
a comparatively great difference between the aver- 
age coefficients of expansion of the material of the 
discharge vessel and that of the halide-resistant 
portion exists, because plafinum, rhodium and 
iridium are elastic materials. A close fit, /.e. a 
difference between the external diameter of the 
halide-resistant portion and the internal diameter of 
the end zone of 5 to 100 um, counteracts a loss of 
filling ingredients in the space between the first 
end zone and the halide-resistant portion of the 
current supply conductor, but does not prevent 
transport of hydrogen, oxygen and water vapour. 

In an alternative modification of this emlxKll- 
m nt, the halide-resistant portion of the current 
supply conductor has a comparatively narrow end 
adjoining the permeable portion and a compara- 
tively wide end facing the central zone of the 
discharge vessel. This has the advantage in a lamp 
in which the halide-resistant portion extends to 
inside the ceramic sealing compound that thiB me- 
chanical stresses in the first end zone remain limit- 
ed also when the average coefficient of expansion 
differs comparatively strongly from that of the ce- 
ramic sealing compound and that of the material 
from which the first end zone is manufactured, 
while nevertheless the ceramic sealing compound 
is effectively screened from the discharge space 
by the wide end. 

A practical implementation of this modification 
is characterized in that tfie ceramic sealing com- 
pound extends up to the comparatively wide end. 
The surface of the ceramic sealing compound fac- 
ing tfie discharge space Is substantially covered by 
the comparatively wide portion as a result, so that 
a stilt better screening thereof is obtained. 

In a favourable emliodiment of the lamp ac- 
cording to the invention, the halide-resistant portion 
is a hollow rod. Such a rod can be enclosed with 
close fit in the first end zone also when a material 
is used whose average coefficient of expansion 
differs comparatively strongly from that of the ce- 
ramic sealing compound and that of the first end 
zone. This embodiment has the additional advan- 
tage that the rod, compared with a solid rod of the 
same dimensions, has the sam surface area avail- 
able for heat radiation, but conducts less heat 
towards th permeable portion. As a result this 
construction r nders possible a lower temperature 
f th perm able portion with ut an incr as in th 
length of the end zone. 



A favourable emt)odiment of the lamp accord- 
ing to th inv ntion is characterized in that the 
current supply conductor comprises a rod of per- 
meable material, while the halide-resistant portion 
5 is formed by a nan-owed portion of the rod and a 
cover of halide-resistant material which is passed 
over the nanrowed portion. This embodiment has 
the advantage that the permeable portion and the 
halide-resistant portion of the cunrent supply con- 
jo ductor can be readily interconnected. 

An attractive embodiment is characterized in 
that the current supply conductor comprises a rod 
of permeable material, while the halide-resistant 
portion is formed by a portion of the rod which is 
15 provided with a layer of halide-resistant materia). In 
a practical implementation, tfie cunrent supply con- 
ductor is formed, for example, from a niobium rod, 
and an end portion thereof is provided with a 
tungsten layer of a thickness of. for example, a few 
20 up to a few tens of micrometers. To safeguard a 
good protection of the rod against attacks also in 
the longer term, a hat treatment is preferably car- 
ried out by which tiie material of the layer pene- 
trates somewhat into the niobium and a very good 
25 adhesion of the tungsten layer to the niobium rod 
is obtained. The heat treatment comprises, for ex- 
ample, heating of the rod for a few hours at a 
temperature of 2200 K. This emtx)diment has the 
advantage tiiat ttie current supply conductor can be 
30 manufactured from a single rod, while in addition 
further shaping operations are redundant 

In a further favourable embodiment of the lamp 
according to the invention, the halide-resistant por- 
tion of the cun-ent supply conductor is a porous 
35 body. Mechanical stresses in the first end zone 
remain limited also when the porous body is made 
of a material having an average coefficient of ex- 
pansion which deviates strongly from that of the 
first end zone and when this body Is passed 
40 through the first end zone witti close fit The porous 
body has a rough surface, which promotes the 
radiation of heat, to the sunroundings. Also, cross- 
sections of the body have a comparatively small 
surface area compared with that of a solid rod of 
46 the same external dimensions. Both factors render 
possible a comparatively low temperature of the 
permeable portion given certain defined external 
dimensions. 

A further attractive embodiment of the lamp 
50 according to the invention is characterized in that 
the halide-resistant portion is manufactured from a 
cermet of preferably at least 10% by volume of a 
halide-resistant ceramic material such as MgO, 
AbOa. SC2O2, Y2O3 with one or several halide- 
55 resistant conductive materials, for example, with 
tungsten or with molybdenum disilidde. As a r suit 
of th presence of the ceramic material in the 
cermet in particular when the same ceramic ma- 
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terial is used as th one from which the discharg 
vessel is manufactured, and especially in a con- 
centration in exc ss of 30 vol%, the halide-resistant 
portion has an average coefficient of expansion 
which corresponds to a high degree to that of the 
ceramic sealing compound and of the first end 
zone. An advantage is also that the cermet has a 
comparatively low heat conductivity because of the 
presence of the ceramic material therein. This ren- 
ders it possible to realise a comparatively low 
temperature of the permeable portion with a com- 
paratively small length of the halide-resistant por- 
tion. At a concentration below 80% by volume of 
the ceramic material, randomly distributed particles 
of the electrically conducting material in the cermet 
will form together an electrically conducting path. 
At a higher concentration of the ceramic material, it 
is necessary for achieving electrical conduction 
through the cermet to provide a certain distribution 
pattern of the particles of the electrically material in 
the cermet. Preferably, the concentration of the 
ceramic material in the cermet is smaller than 50 
vol%. The cermet then has a sufficiently low elec- 
trical resistance under all circumstances. 

A yet further attractive embodiment of the high- 
pressure discharge lamp according to the invention 
is characterized In that the halide-resistant portion 
is surrounded by a winding of a wire which com- 
prises at least one of the metals tungsten, molyb- 
denum, platinum, iridium, rhenium and rhodium. 
This embodiment has the advantage that the space 
left open in the end zone can be small without this 
leading to mechanical stresses with temperature 
fluctuations. A small open Space has the advan- 
tage that it can hold few fill ingredients. The repro- 
ducibility of the lamp behaviour is increased by 
this. 

Preferably, the winding is manufactured from a 
wire having a diameter of between one fourth and 
half the diameter of the halide-resistant portion 
sun-ounded thereby. The wire is then on the one 
hand thick enough for readily avoiding its fracture 
during manufacture, and on the other hand not so 
thick that special measures are necessary for coil- 
ing it around the halide-resistant portion. 

The first end zone Is sintered directly, for ex- 
ample, into a end of the central zone. A favourable 
embodiment, however, is characterized in that an 
end of a tube forming the first end zone facing 
towards the central zone is fixed in a ceramic ring 
which is fastened in a respective end of the tube 
forming the central zone. This embodiment has the 
advantage that little heat is necessary for fonming 
the seal of ceramic sealing compound during man- 
ufacture. Special measures for preventing filling 
ingr dients from evaporating during this ar then 
unnecessary. A similar construction may be used, 
for example, at the second end zone. 



This and other aspects of the high-pr ssure 
discharge lamp according to the invention will be 
explained in mor detail with r f rence t the draw- 
ings, in which 

6 Fig. 1 shows an eml)odiment of the lamp ac- 
cording to the invention in longitudinal section; 
Rgs. 2 to 7 show the first end zones of further 
embodiments, also in longitudinal section. 
It is noted that the relative dimensions of the 
10 components in Rgs. 2 to 7 are not depicted true to 
scale. 

The high-pressure discharge lamp shown in 
Rg. 1 comprises a ceramic discharge vessel 10 
made of DGA material which encloses a discharge 
T5 space 11 and is provided with an ionizable filling 
comprising metal halides. In this case the filling 
comprises 1 mg mercury and 3 mg of the metal 
halides sodium iodide, thallium Iodide and dys- 
prosium iodide in a weight ratio of 69:10:21. The 
20 filling also comprises argon and a starting gas. The 
spectrum of the lamp shows lines at 589 nm and 
535 nm which result from the respective first two 
metal halide components, and in addition exhibits a 
multitude of lines generated by the third metal 
26 halide component. Instead of dysprosium iodide, 
for example, a halide of a different rare earth such 
as scandium iodide, yttrium iodide, holmium iodide 
or thulium iodide may be used. Alternatively, the 
filling may comprise, for example, halides which 
30 radiate a continuous spectrum during operation, 
such as tin iodide. A first and a second electrode 
40a, 40b are arranged in the discharge vessel 10. 
The electrodes 40a, 40b are each formed by a 
tungsten rod with a length of 3 mm and a diameter 
35 of 300 um. while having a single winding of tung- 
sten wire of 170 um diameter at a free end over a 
distance of 800 um. The discharge vessel 10 has a 
central zone 20 which extends t)etween the elec- 
trodes 40a, 40b and further has on either side of 
40 this zone a first and a second cylindrical end zone 
30a, 30b connected to the central zone 20 and 
each sunrounding a current supply conductor 50a. 
50b with little clearance, which current supply con- 
ductors are connected to respective electrodes 
46 40a. 40b, while a seal 32a, 32b of ceramic sealing 
compound is provided in each end zone, through 
which seal the relevant current supply conductor 
50a. 50b issues to the exterior. The central zone 20 
has an internal length of 10 mm, an external diam- 
60 eter of 7.6 mm and a wall thickness of 0.8 mm. 
Ends 31a. 31b of tubes 30a'. 30b' facing towards 
the central zone 20 and forming the end zones 
30a, 30b are in this case fixed each In a ring 22a, 
22b. The rings 22a. 22b of 2 mm thickness are 
55 each fastened in an end 23a, 23b of a tube 20* 
which forms th central zone 20. Ends 31a. 31b. 
rings 22a, 22b. and nds 20a, 20b her form transi- 
tion z nes interconnecting the end zones 30a, 30b 
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and the c ntra) zone. The nd zones 30a» 30b hav 
an externa) diam ter which is small in relation t 
that of the central zon 10. Her the xternal diam- 
eter of the former is 2.6 mm. The end zones 30a. 
30b have an internal diameter D of approximately 
0.76 mm. The current supply conductors 50a, 50b 
each comprise a portion 51a, 51b facing towards 
the discharge space 11 and formed by a halide- 
resistant molybdenum rod of 0.70 mm diameter 
and a portion 52a, 52b facing away from the dis- 
charge space and formed by a 0.72 mm thick rod 
of niobium which is permeable to hydrogen and 
oxygen. The average clearance between the end 
zone 30a, 30b and the halide-resistant portion 51, 
51b passed through it, accordingly, is approximate- 
ly 0.03 mm. 

The halide-resistant portion 51a, 51b extends 
over a distance L1 of 7 mm inside the end zone 
30a, 30b. The distance LI is greater than the 
internal diameter D of the end zone augmented by 
2 mm. /.e, 2.76 mm. The halide-resistant portion 
51, 51b has an absorption coefficient greater than 
0.2 owing to its rough and dull surface. In this case 
the absorption coefficient is approximately 0.22. 

The pennneable portion 52a, 52b extends over a 
distance L2 of 5 mm inside the end zone 30a. 30b, 
which is more than three times the internal diam- 
eter D of the end zone (2.3 mm). The seal 32a, 32b 
of ceramic sealing compound leaves an end 54a. 
54b with a length L3 of approximately 2 mm of the 
permeable portion 52a. 52b exposed. 

The lamp consumes a power of 70 W during 
nominal operation. 

The lamp was subjected to an endurance test 
of 5000 hours. After the endurance test, substan- 
tially no con-osion of the pemneable portion 52a, 
52b of the current supply conductor 50a, 50b was 
found. The ratio of re-ignition voltage to lamp volt- 
age was smaller than 2 during the endurance test. 
A comparison lamp was manufactured whose com- 
ponents had dimensions conresponding to those of 
the embodiment described above, but in which the 
current supply conductor was entirely made of 
niobium. After 1000 hours of operation of the lamp, 
a severe corrosion of the current supply conductor 
was already found In a region at a distance of 1.5 
to 2 mm from the electrode. 

In Rg. 2. components conresponding to those 
of Rg. 1 are given reference numerals which are 
100 higher. Rg. 2 shows a modification of the 
previous emtxKjiment in which the halide-resistant 
portion 151a of the current supply conductor 150a 
is sunrounded by a sleeve 153a with an internal 
and an external diameter f 0.50 mm and 0.70 mm, 
respectiv ly, and made f the elastic material plati- 
num. Altematively, for example, rhodium r iridium 
may be used. This lamp, of which the end zone Is 
shown, consumes a power of 70 W during nominal 



operation. In this embodim nt, the end zone also 
has an internal diameter D of 0.76 mm. The aver- 
age clearance left open by the halide-resistant por- 
tion 151a in the end zone 130a. accordingly, is 

6 approximately 0.03 mm. The halide-resistant por- 
tion 151a of the current supply conductor 150a 
extends over a distance LI of 8.5 mm Inside the 
first end zone 130a, up to a distance L3 of 2 mm In 
the ceramic seal therein. The distance LI , accord- 

10 ingly, is greater than the intemal diameter D of the 
end zone 130a augmented by 2 mm (2.76 mm). 
The permeable portion 152a has a diameter of 0.72 
mm. The distance L2 over which the permeable 
portion extends inside the first end zone 130a is 

75 more than three times the internal diameter D of 
the end zone (2.3 mm). In this case the distance L2 
is 3.5 mm. The seal 132a made of a ceramic 
sealing compound has a portion 133a which faces 
towards the discharge space 111 and has a com- 

20 position of 30% AbOs by weight, 40% Si02 by 
weight and 30% DysOa by weight, and a portion 
134a facing way from the discharge space 111 and 
having a composition of 13% Al20^ by weight, 
37% Si02 by weight, and 50% MgO by weight 

25 The manufacture of the lamp may take place 
as follows, for example. The second end zone of 
the discharge vessel (not shown) is provided with 
an assembly of a current supply conductor and an 
electrode. Current supply conductor and electrode 

30 are jointly formed, for example, by a tungsten rod 
of 0.3 mm diameter, the electrode portion t>eing 
provided with a single winding, also of tungsten. 
Then the discharge space 111 is provided with a 
filling, after which ia second assembly of an elec- 

35 trode 140a and a cunrent supply conductor 150a 
having a halide-resistant portion 151a and a per- 
meable portion 152a is provided In the opposite 
first end zone 130. The end 135a of the first end 
zone 130a facing away from the central zone 120 

40 is subsequently provided v/Hh a ring of a ceramic 
sealing compound comprising dysprosium oxide 
and heated until this ceramic sealing compound 
extends approximately 2 mm inside the first end 
zone 130a. while the pemneable portion 152a of the 

45 current supply conductor 150a remains exposed 
over a distance of approximately 1.5 mm. Then the 
lamp is heated to a temperature of approximately 
80* C for a few minutes, and after that to a 
temperature of 600 to 1100' C for 10 minutes, 

50 during which hydrogen and oxygen can leave the 
discharge vessel. Then a ring of a ceramic sealing 
compound comprising magnesium oxide is placed 
on the end 135a of the first end zone 130a facing 
away from the central zon 120, The first end zone 

65 130a is then heated once again until the ceramic 
sealing compound comprising dysprosium oxide 
extends to approximately 2 mm beyond the per- 
meable portion 1 52a f the current supply conduc- 
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tor 150a and a continuous seal is thus obtained 
comprising the seal 133a thus formed and the seal 
134a comprising the ceramic sealing compound 
with magnesium oxide. The ceramic sealing com- 
pound comprising magnesium oxide at the end 
135a facing away from the central zone 120 has an 
average coefficient of expansion which differs only 
slightly from that of DGA and thus contributes 
considerably to the mechanical strength of the en- 
tire seal 132a. 

Components In Rg. 3 corresponding to those 
in Fig. 1 are given reference numerals which are 
200 higher. In the embodiment shown in this Rg- 
ure, the halide-resistant portion 251a of the current 
supply conductor 250a is a hollow pin with an 
internal diameter of 0.50 mm and an external diam- 
eter of 0.70 mm. The halide-resistant portion 251a 
has a length of 9.5 mm and extends over a dis- 
tance LI of 8.5 mm inside the end zone 230a 
which has an internal diameter D of 0.76 mm. A 
clearance of 0.03 mm is left open inside the end 
zone 230a by the halide-resistant portion 251. The 
distance LI is more than the intemal diameter D of 
the end zone augmented by 2 mm (2.76 mm). The 
permeable portion 252a is a solid rod of niobium 
with a diameter of 0.72 mm. The distance L2 over 
which the permeable portion 252a of the current 
supply conductor 250a extends inside the end 
zone is more than three times the intemal diameter 
D of the end zone (2.3 mm) and in ttiis case is 
approximately 3.5 mm. The halide-resistant portion 
251a extends over a distance L3 of approximately 
2 mm inside the ceramic seal 232a. The lamp 
consumes a power of 70 W during nominal opera- 
tion. 

In Rg. 4, components corresponding to those 
of Rg. 1 are given reference numerals which are 
300 higher. In the embodiment shown in this Rg- 
ure, the halide-resistant portion 351a of the current 
supply conductor 350a is formed by a narrowed 
portion 356a of a rod forming the permeable por- 
tion 352a of the current supply conductor 350a and 
by a cover 356a of a halide-resistant material which 
has been passed over the nanrowed portion 355a. 
In the embodiment shown, the discharge vessel 
narrows approximately conically towards the first 
end zone 330a at an end 323a of the central zone 
320. and narrows further in a transition zone 324a 
so that the end zone 330a has an external diameter 
smaller than the smallest extemal diameter of the 
discharge vessel. The internal diameter D of the 
end zone is 0.62 mm. The narrowed portion 355a 
of the rod provided with the cover 356a extends 
over a distance LI of 7.5 mm inside th end z n 
330a, which is more than tti intemal diam ter 
augmented by 2 mm (2.62 mm). The intemal diam- 
eter of tiie cover 356a is 0.45 mm. The extemal 
diameter of tiie cover 356a is 0.56 mm, as is the 



diameter of th permeable portion 352a. Th ha- 
lide-resistant portion 351a accordingly leaves open 
a clearance of 0.03 Inside th end zone 330a. Th 
permeable portion extends over a distance L2 in- 

5 side tiie end zone which is greater than ttiree times 
the internal diameter D of the end zone (1.9 mm). 
In this case the distance L2 is 3 mm. The ceramic 
seal 332a extends over a distance of 5 mm inside 
the end zone 330a, to a distance L3 of approxi- 

70 mately 2 mm beyond the permeable portion 352a. 
The power consumed by the lamp during nominal 
operation is 50 W. 

Rg. 5 shows a further embodiment The com- 
ponents present therein and con-esponding to 

IS those of Rg. 1 are given reference numerals which 
are 400 higher. In tills embodiment, the cunrent 
supply conductor 450a is a rod of 0.50 mm diam- 
eter made of tantalum, which is a material per- 
meable to hydrogen and oxygen. A portion 451a of 

20 the rod is resistant to halides in tiiat it is provided 
with a layer 457a of molybdenum having a thick- 
ness of 20 um. An end 431a of a tube 430a' 
forming the first end zone 430a of the discharge 
vessel 410 is fixed through sintering in an end 

25 423a of a tube 420* forming the central zone 420. 
The internal diameter D of tiie first end zone 430a 
is 0.58 mm. A clearance of 0.02 mm is left open 
between the first end zone 430a and the halide- 
resistant portion 451a passing through it. The ha- 

30 lide-resistant portion 451a and the permeable por- 
tion 452a extend over a distance LI of 5.5 mm and 
a distance L2 of 2.5 mm. respectively, Inside the 
end zone 430a. The distance LI is greater than the 
intemal diameter D of the end zone 430a aug- 

35 mented by 2 mm, /.e. 2.58 mm. The distance L2 is 
greater than three times the intemal diameter D 
(1.74 mm). The ceramic seal 432a covers the ha- 
lide-resistant portion 451a over a distance L3 of 2 
mm. The lamp consumes a power of 20 W during 

40 nominal operation. 

Rg. 6, in which components corresponding to 
tiiose of Rg. 1 have reference numerals which are 
500 higher, shows an embodiment in which the 
halide-resistant tungsten portion 551a of the current 

45 supply conductor 550a has a comparatively narrow 
end 558a with a length of 6 mm and a diameter of 
0.67 mm adjoining the permeable niobium portion 
552a of the current supply conductor 550a, and an 
adjoining comparatively wide end 559a which faces 

60 the central zone 520 and has a length of 4.5 mm 
and a diameter of 0.92 mm. The halide-resistant 
portion 551a extends over a distance LI of 8 mm 
inside the end zone 530a. The end zone 530a has 
an int mal diam ter D of 1.00 mm. The distance 
55 LI accordingly is greater than the intemal diameter 
D of the end zone 530a augm nted by 2 mm, /.e. 
3.0 mm. The comparatively narrow end 558a and 
the comparatively wide nd 559a leave respective 
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clearances of 0.16 mm and 0.04 mm open inside 
the end zone 530. Th ceramic seal 532a xtends 
up to the comparativ ly wide end 559a, he, v r a . 
distance L3 of 6 mm beyond the permeable portion 
552a. The permeable portion 552a is enclosed in 5 
the end zone 530a over a distance L2 of 7.5 mm, 
greater than three times the internal diameter D 
(3.0 mm). The lamp dissipates a power of 150 W 
during nominal operation. 

In Rg. 7, parts corresponding to those of Rg. 1 to 
have reference numerals which are 600 higher. The 
end zone 630a has an internal diameter D of 1.00 
mm. The halide-resistant portion 651a of the cur- 
rent supply conductor 650a is a porous body made 
of tungsten with a length L1 of 11 mm and a is 
diameter of 0.92 mm which extends entirely within 
the end zone 630a. The distance LI is greater than 
the internal diameter D of the end zone augmented 
by 2 mm (3.0 mm). The permeable portion 652a of 
the current supply conductor 650a is a niobium rod 20 
with a diameter also of 0.92 mm which extends 
over a distance of more than three times the inter- 
nal diameter (3.0 mm). In this case over a distance 
L2 of 4.5 mm inside the end zone 630a. A clear- 
ance of 0.03 mm is left open in the end zone 630a 25 
by the halide-resistant portion 651a. The ceramic 
sealing compound 632a extends over a distance L3 
of approximately 2 mm beyond the permeable por- 
tion 652a. The power consumed by the lamp dur- 
ing nominal operation is 150 W. 30 

In a further embodiment, corresponding to that 
shown in Rg. 7. the halide-resistant portion 651a is 
a body made of a cennnet of tungsten and alumin- 
ium oxide In a volume ratio of 60:40. 

In Rg. 8. components corresponding to those 35 
of Rg. 1 have reference numerals which are 700 
higher. The halide-resistant portion 751a is a mo- 
lybdenum rod surrounded by a winding 760a made 
from a wire, also of molybdenum. In practical im- 
plementations of this embodiment, the rod has a 40 
diameter of 406 um and the winding 760a is made 
from wire of 129 um, 139 um and 145 um diam- 
eter. The end zone 730a here has an intemal 
diameter D of 760 um. The space remaining be- 
tween the inner surface of the end zone 730a and 46 
the wire surface facing this zone in these im- 
plementations is 48 um, 38 um and 32 um, re- 
spectively. A winding 760a made from wire of 139 
um diameter was found to be very favourable. The 
halide-resistant portion 751a has a length of 8.5 so 
mm and extends over a distance LI of the same 
length inside the end zone 730a. The distance LI 
accordingly is more than th intemal diameter D of 
the end zone 730a augmented by 2 mm (2.76 
mm). The halide-resistant portion 751a Is enclosed ss 
In the seal 732a of melting ceramic ov r a I ngth 
L3 of 1 mm. The permeable portion 752a Is a solid 
niobium rod. The latter extends over a distance L2 



of 2 mm into the end zone 730a. The lamp con- 
sumes a power of 70W during operation. 

In an alternative practical implementati n f 
this embodiment, the halide-resistant portion 751a 
has a diameter of, for example, 335 um, the inter- 
nal diameter of the end zone 730a is 660 um, and 
the wire from which the winding 760a is manufac- 
tured has a diameter of, for example, 111 or 129 
um. 

Claims 

1. A high-pressure discharge lamp comprising a 
ceramic discharge vessel which encloses a 
discharge space which is provided with an 
ionizable filling comprising metal halide and in 
which a first and a second electrode are ar- 
ranged, which discharge vessel comprises, on 
either side of a central zone extending be- 
tween the electrodes, a first and a second end 
zone which are connected to the central zone, 
which each surround with little clearance a 
current supply conductor connected to a re- 
spective electrode, and in which a seal of 
ceramic sealing compound is provided through 
which said current supply conductor issues to 
the exterior, in which lamp at least the first end 
zone has an extemal diameter smaller than the 
smallest external diameter of the central zone 
and the current supply conductor through the 
first end zone has a halide-resistant portion 
facing the discharge space and a portion which 
is permeable to hydrogen and oxygen remote 
from the discharge space, 
characterized In that the halide-resistant por- 
tion of the cunrent supply conductor extends 
inside the first end zone over a distance LI 
which is at least the intemal diameter D of the 
first end zone augmented by 2 mm, and in that 
the current supply conductor through the sec- 
ond end zone also has a halide-resistant por- 
tion which faces towards the discharge space. 

2. A high-pressure discharge lamp as claimed in 
Claim 1, characterized in that the permeable 
portion of the cunrent supply conductor is 
made from a material comprising niobium 
and/or tantalum. 

3. A high-pressure discharge lamp as claimed in 
Claim 1 or 2. characterized in that at least the 
surface of the halide-resistant portion is manu- 
factured from a material which comprises at 
least one of the metals from the group formed 
by tungsten, molybdenum, platinum, iridium, 
rhenium and rhodium, and/or an lectrically 
conducting silidde, carbide or nitride of at 
least ne of these metals. 
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4. A high-pr ssure discharge lamp as claimed In 
any one f the Claims 1 to 3. characterized in 
that th halid -resistant portion xt nds to in- 
side the seal of ceramic sealing compound. 

5 

5. A high-pressure discharge lamp as claimed In 
any one of the Claims 1 to 4, characterized in 
that the permeable portion extends within the 
first end zone over a distance L2 which Is at 
least three times the internal diameter of the io 
first end zone. 



6. A high-pressure discharge lamp as claimed in 
any one of the Claims 1 to 5, characterized In 

that the halide-resistant portion is a solid rod of 75 
halide-resistant material. 

7. A high-pressure discharge lamp as claimed in 
Claim 6. characterized in that the halide-resis- 
tant portion of the current supply conductor 20 
has a comparatively nanow end adjoining the 
permeable portion and a comparatively wide 

end facing the central zone of the discharge 
vessel. 

25 

8. A high-pressure discharge liamp as claimed in 
any one of the Claims 1 to 5. characterized in 
that the current supply conductor comprises a 
rod of permeable material, while the halide- 
resistant portion is formed by a portion of the so 
rod which is provided with a layer of halide- 
resistant material. 

9. A high-pressure discharge lamp as claimed in 

any one of the Claims 1 to 5. characterized in 35 
that the halide-resistant portion of the current 
supply conductor is a body made from a cer- 
met of a ceramic material with one or several 
halide-resistant metals. 

40 

10. A high-pressure discharge lamp as claimed in 
Claim 6, characterized in that the halide-resis- 
tant portion is surrounded by a winding made 
from one of the metals listed in Claim 3. 

45 

11. A high-pressure discharge lamp as claimed In 
any one of the Claims 1 to 10, characterized In 
that an end of a tube forming the first end 
zone, which end faces towards the central 
zone, is fixed in a ceramic ring which is fas- so 
tened in a respective end of a tube forming the 
central zone. 
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